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damages caused by the use of this 
translation . 

1 .This document has been translated by computer. So the 
translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



CLAIMS 

[Claim(s)] 

[Claim 1]A titanium oxide covering metal oxide flake-like 
granular material in which average thickness covered a 5- 
400-nm-thick titanium oxide layer with 0.1-1 micrometer to 
a metallic-oxide flake-like powder surface which uses as the 
main ingredients amorphous silica whose aspect ratios are 5- 
100. 

[Claim 2]The titanium oxide covering metal oxide flake-like 
granular material according to claim 1 which consists of at 
least one sort of a total of 0 to 30 % of the weight as which 
said metallic-oxide flake-like granular material is chosen 
from at least 70% of the weight of amorphous silica [ 70 to 
100 % of the weight of ], a titania and zirconia, and alumina. 
[Claim 3]Cosmetics blending the titanium oxide covering 
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metal oxide flake-like granular material according to any 
one of claims 1 to 2. 



[Translation done.] 
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